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in 10 to 15 c.c. of the acetic acid. A volume of
the solution of the reagent equal to 1 gramme
of the compound should be added for each 0-025
gramme of cobalt present.
Stir well, and allow the red-coloured precipitate
to settle in a warm, place.
Filter the hot solution.
Wash once with 1-16 specific gravity hydro-
chloric acid diluted with an equal bulk of water.
Wash once with water.
Wash once again with the diluted acid and nine
or ten times with hot water.
Dry the precipitate.
Ignite the filter and precipitate in a tared
porcelain crucible, at first gently until the car-
bonaceous matter has disappeared, and thon at a
high temperature for 20 minutes at least.
Allow to cool in a desiccator and weigh the
residue of Oo304 and filter ash.
Co304 contains 73-44 per cent, of cobalt.